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can be produced at rates up to 200 per hour, motor-car connecting rods
at about 100 per hour, while a six-throw motor-car crankshaft has been
produced at a rate of 30-40 per hour. Production rates depend on many
factors, of which the most important are the'heating arrangements, the
actual lay-out of the plant and the handling facilities.

Machine Forgings. These are forgings that are made on a forging
machine, an example of which, together with a pair of dies and a header,
is shown in Fig. 80. The forging machine uses dies which are similar
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